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© Thin film diagnostic device. 

© A thin film diagnostic device capable of detecting the presence of a specific organic material in a sample 
solution. The device comprises a layer of an anodizable colour-generating metal (12) (e.g. tantalum), a porous 
anodic film (14) containing aluminum oxide overlying the colour generating metal (12). and a reagent capable of 
binding with the specific organic material forming a coating (17) on the anodic film. The porous anodic film (14) 
and the coating (17) have a combined thickness such that a colour change is produced when the specific 
organic material binds to the reagent to form a second coating (22). The device can be used to test for biological 
or synthetic products in samples taken from patients or other sources. 
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THIN FILM DIAGNOSTIC DEVICES 



This invention relates to devices used for testing for the presence of specific organic compounds in 
fluids and, in particular, to devices of this kind which exhibit a visible colour change when the spec.fic 

compounds are detected. . *u«*-« 

The testing of fluids, particularly body fluids, for the presence of specific biclog.cal or synthetic 

; materials is becoming an increasingly important part of scientific procedures, particularly medical d.agnos.s 
and treatment Such testing is often carried out in laboratories which employ sophisticated and expensive 
equipment However, this is not only undesirable from the point of view of the expense, but is often time 
consuming and requires numerous different samples to be collected in the same place, thus grving r.se to 
the possibility of errors in identifying the origins of the samples. 

o in order to avoid these disadvantages, there is a growing demand for simple but reliable tests that can 
be carried out at the point of origin of the samples, for example in a doctor's office, by a patient at home or 
at any other convenient location. A variety of tests of this type are already commonplace, e.g. it is poss.b e 
to measure the sugar content of urine by observing a colour change of an absorbent paper strip dipped into 
the fluid However, tests for other biological products are often difficult to simplify in this manner, and 

F5 researchers have been turning to less obvious physical and chemical phenomenona for incorporate into 
such test procedures, particularly when such phenomenona produce a readily observable change of 

appearance of an item. n 
For example. Sagax Instrument AB of Sweden were awarded U.S. Patent 4,558.012 on December 10 
1985 for a "Method and Member for Detecting and/or Measuring the Concentration of a Chemical 
20 Substance." In the preferred form, the detection device comprises a thin layer of Si0 2 on a earner wafer, 
and a layer of detection reactant or counter reactant (e.g. a layer of an antibody) on the S.0 2 layer. 
Interposed between the Si0 2 layer and the carrier wafer is at least one additional dielectric layer The 
thicknesses of the respective layers are such that interference colours are observable and, when a material 
to be detected (e.g. an antigen) is trapped as a thin layer by the detection reactant or counter reactant. the 
25 interference effect is varied and a colour change is produced. 

The problem with this type of device is that the interference colours are not very noticeable and the 
multi-layer structure is difficult and expensive to produce. 

It is known that strong interference colours are produced when certain metals (e.g. Ta) are anod.zed at 
high voltages. The anodization causes a thin barrier film of metal oxide to grow at the metal surface and the 
30 thickness of the film is such that reflections from the surface of the film and reflections from the underlying 
metal interfere and generate highly visible colours. Structures of this type are candidates for diagnostic 
devices because the observed colour is highly dependent on the thickness of the transparent film and small 
changes in thickness can produce noticeable colour changes. This phenomenon was suggested for use >m 
diaqnostic devices by Adams. Kings. Fischer and Vroman in the Journal of Immunological Methods 3Q973) 
35 227-232 In this case, Ta was sputtered onto glass, the Ta was anodized and a bronze colour was observed. 
The anodized Ta was then coated with a protein and exposed to an antigen-antiserum mixture. The colour 
changed to reddish purple when a monolayer of antigen was absorbed and this colour changed to deep 

violet when covered with antibody. . 

Despite the apparent success in applying anodic interference colours to diagnostic devices reported 
40 above, we have found that the colour changes produced in such structures by the adsorption of thin organic 
layers are not readily observable and are difficult to utilize in practice. 

Accordingly, there is a need for improved structures capable of exhibiting noticeable colour changes 

when coated with thin organic films. - , 

The present invention is based on the finding that an improved diagnostic interference device can be 

45 produced by utilizing an anodized metal film structure comprising a porous layer of aluminum ox.de 
overlying a non-aluminum anodizable metal. The aluminum oxide has an index of refraction close to that of 
protein for high sensitivity and the porosity of the oxide can be adjusted to tune the index to optimise the 
sensitivity The oxide film is formed by anodization leading to an inexpensive process with precise thickness 
control for high reproducibility and uniformity. The aluminum oxide surface as fabricated allows strong 

so binding of a range of proteins of interest for immuno-assay, without the need for intermediate chemical 
treatments The porous nature of the aluminum oxide results in two effects, first an effective refractive index 
change in the dielectric when protein is bound within the film and second an enhanced area for binding of 
protein to the surface of the film. Both of these effects act to change the optical thickness of the dielectric 
and result in a colour change when organic molecules such as protein are bound to the surface. 

Thus, according to one aspect of the invention there is provided a thin film diagnostic device capable of 
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detecting the presence of a specific organic material in a sample solution, said device comprising: a layer 
of an anodizable metal capable of generating a colour when covered by a transparent layer of suitable 
thickness; a porous anodic film comprising aluminum oxide overlying said colour-generating metal; and a 
reagent capable of binding with said specific organic material from said sampie solution forming a coating 

s on said anodic film; said porous anodic film and said coating having such a combined thickness that a 
colour change is produced when said specific organic material binds to said reagent. 

According to another aspect of the invention there is provided a process for producing a thin film 
diagnostic device capable of detecting the presence of a specific organic material in a sample solution, said 
process comprising: providing a layer of an anodizable metal capable of generating a colour when covered 

io by a transparent layer of suitable thickness; providing a coating of a material selected from the group 
consisting of aluminum and anodizable aluminum alloys on said metal capable of generating a colour to a 
thickness suitable, following conversion to an oxide of said material, for colour generation; porous anodizing 
said material to consumption to form a porous anodic film; and coating the resulting porous anodic film with 
a reagent capable of binding with said specific organic material from said sample solution. 

is According to yet another aspect of the invention there is provided apparatus for viewing a thin film 
diagnostic device, comprising a hollow elongated body having a viewing window at one longitudinal end, a 
light deflecting surface at an opposite longitudinal end, an opening to permit the entry of light and a support 
within said body capable of supporting said thin film diagnostic device, said light deflecting surface being 
positioned and orientated to deflect light entering said opening onto said device, and said window being 

20 positioned to view said light reflected from said device. 

The invention and preferred embodiments thereof are described in more detail in the following with 

reference to the accompanying drawings, in which: 

Fig. 1 is a cross-section of- a structure having a layer of aluminum overlying a tantalum layer on a 

substrate; 

25 Fig. 2 is the device of Fig. 1 following porous anodization of the aluminum layer; 

Fig. 3 is an enlarged view of part of the porous layer of Fig. 2; 

Figs. 4 and 5 are enlarged views similar to Fig. 3 showing layers of antibody and antigens attached 
to the structure; and 

Figs. 6 (a) and (b) are cross-sections of viewing devices designed to make the colour changes more 
30 readily visible. 

It should be noted that relative dimensions of the various layers and other items shown in the drawings 

are not intended to be to scale. 

The present invention is based on the creation of a colour change when a target organic material binds 
to a structure capable of generating a colour by interference (and light absorption) effects. As previously 

35 mentioned in connection with the prior art. certain metals are capable of generating such colours when 
covered with extremely thin transparent layers. Changes in thickness of the transparent layers, if large 
enough, produce noticeable changes in the hue of the generated colour. When the change of effective 
optical thickness exceeds about 2.5%, a noticeable colour change is produced. 

More accurately, the parameter which determines the particular colour exhibited by the structure is the 

40 "effective optical thickness" of the transparent layer, i.e. the product of the index of refraction of the 
transparent material and the actual thickness of the transparent layer. Consequently colour changes can be 
produced either by a change in the actual thickness of the transparent layer, or by a change of the 
refractive index of the layer, or by a combination of the two. 

When a reagent material is adhered to a non-porous anodic film, the reagent coating increases the 

45 physical thickness of the transparent film overlying the colour-generating metal. When the anodic film is 
porous the reagent coating increases the thickness of the film, and if the reagent penetrates the pores, the 
refractive index of the transparent film overlying the colour generating metal is also changed. When a target 
organic material binds to the reagent material, similar changes in thickness and average refractive index are 
caused and these changes result in a colour change. In practice, however, the reagent coating and the 

so target organic material layer may each have the thickness of only a single molecule so that the resulting 
changes of thickness for a non porous surface may be insufficient to produce noticeable colour changes. In 
the present invention, the anodic film is porous (at least at its outer surface) and this has the effect of 
increasing the surface area to which the reagent material and target organic material can bind, and also of 
producing both thickness and refractive index changes. This enhances the amount of colour change and it 

55 is possible to maximize (or "tune") the colour change for each particular reagent-organic material 
combination by choosing an appropriate thickness and/or porosity of the anodic film to best exploit the 
particular optical or other significant properties of each combination. 

The colour-generating metals which may be employed in the present invention include the so-called 

3 
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r Mh Ti Zr and Hf as well as transition metals such as V. W and Mo These are an 
valve metals, e.g. Ta. Nb. Ti. Zr and Ht. as wen , b vjrtue of the fact that 

metals which generate colours not only by ample .nterl erence etec ^ jg 

some of the light striking the metal surface « ^^J^^ ^ n^erence is maximized. While 
more comparable with the light reflected Z ioL shaped objects etc., their relatively 

tttSXX!^ ,ayer shou,d be at ,east 250 

J T^nL l order to provide the required colour-generating , propert es 

'"in the process of the present invention the ^^^J^^SS^. or by any other 
or anodizable aluminum alloy, preferably also by a s^ngo e p „ thjg 

suitable method. The thickness of the aluminum layer « ^^^^ ng a range of interference 

25A are readily detectable b, the eye in ' s ° me '!" 9 J S , nv anodiMb te aluminum alloy, e.g. any oi the 
Tn. aluminum ,.yer may consist ^^^"^c A^minum" b, A. W. Brace and P. Q. 

zr- « — - - ™Ln a = r r ™ — * 

aluminum alloys. „„ oltoH it i« subjected to porous anodization. This may be 

Once the aluminum layer has been deposited it is subjec ed tc » P temperatures in 

carried out at a vo.tage of up to 150V. The anodiza *on ^^^^^ * r oxalic acid , or mixtures 
an electrolyte containing a suitable acid e, ,. aufe hunc ac.d P*J*° med an<j tne current has 

thereof. The anodization is contmued until the aluminum layer ' s ~ J 5 ^ Qf Qxide on the co |our- 

zLrirrc.tr. - «- — — - - 

' -^"SSl matena, used in the ^J,,-*^ l^T" 
selectively bind together to form a <f^- „d ,»Min-biotin. Since monoclonal antibodies 

substrate, enzyme-receptor, toxin-receptor. p.otein-prote.n ^^"^^^ , Be use 0 , „ member 

specific to a wide variety =. -^,™^°'*£Zg "^-2 include those trorn the 

■ :^s^ a SoS^^ 

X - r2S» riS^-^ me,ab.,,sm> as we,, a 5 sy„,he,,c materia,* 
(such as anti-biotics, illicit drugs, etc.) can be developed disso lving the reagent in 

„ The reagent materia, can be coated re.at.vely ^^^^ ^ to stand, e'g. for up to 24 
a suitable solvent, coating the solut.on ^ .^'^^^^ a buHe r solution, and then drying 
hours, and then removing excess Mn l^ m ^%^X 'S^Zo^ anodic film by adsorption, but 
the coated film. The reagent normally adheres .quite strongly to ^ he porous ^ 

standard protein binding techniques may also be ^^^^ n ^^J^ proteins such as 

C ^ Plasma by adsorption to these surfaces in clinical <^eSrTX the type of colour-generating 
The initial colour of the test device of the invention . de JJ^J^ *£ te film plu 9 s reagent 
metal employed, the thickness and refractive index of the transpa ^ J 3 ^ ( ected tQ timize the 

50 coating), the angle of a co,our is produced 

response of the device. Indeed, the device may ^ in.tia.iy w , ch is produced. 

when the target molecule binds to the dev,ce M .^^^^,JS^T«>lou«d light containing several 
The device of the invention is normally viewed in whi te , I ght , oui co y ^ 

wavelengths of different intensity, and also ™ no f intensity in 
ss produces a colour change in light conta.nmg more than one wave'eng h pro ^ ^ ^ 

monochromatic light of the appropriate ^^J^.*" ^^in is intended to include changes of 
target material. Consequently, the term "colour change as used herein s ^ 
intensity of the light under monochromatic light as well as change 
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containing more than one wavelength. Changes of light intensity can be measured very sensitively by 
known apparatus (e.g. a photometer) and changes in color not easily detectable by the naked eye can be 
measured by known apparatus (e.g. a spectrophotometer). However, even for the naked eye, the contrast 
between the original colour and the colour following exposure to the material to be detected can usually be 

5 enhanced by illuminating the surface with a non white light source containing the appropriate range of 
wavelengths. The colour of the light source (i.e. the number and intensity of the wavelengths contained) 
producing maximum contrast will depend on the interference colour and the angle of observation. A simple 
method of achieving this effect is to place the surface to be observed against a coloured background, and 
view the background reflected in the surface. Correct choice of the background gives rise to a large 

/o increase in contrast between the original colour and the target material layer colour. 

When observing the colour change without resorting to sophisticated equipment, it has been found that 
in some cases the maximum sensitivity is obtained by viewing at other than normal incidence (90 ). The 
optimal viewing angle is determined by the voltage of anodizing and the thickness of the anodic film which 
is preselected for the specific end use. The interference effect of thin films is angular dependent because 

is the change of colour observed when a target material binds to the device is dependent on the optical 
thickness of the transparent layer (i.e. the refractive index multiplied by the physical thickness). The 
effective optical thickness increases as the angle of incidence of the light falling on the surface increases 
and the ratio of the reflected to the refracted light increase. The colour observed consequently^depends on 
the angle at which the surface is observed. Also the interference effect at all angles except 90° is different 

20 for the p and s polarizations, so that a polarizing filter can be used to block out light that has a less 
observable change. 

When using the test device of the invention, the device can be dipped into a sample fluid or a drop of 
the fluid can be dropped onto the porous surface of the device. After an appropriate time to allow binding to 
take place, the sample fluid can be washed off and the device allowed to dry. The device is then viewed in 
25 the manner stated to check for any observable colour changes. 

For a further understanding of the invention, examples of structures embodying the present invention 
and apparatus for viewing the colour change effects are shown in the accompanying drawings.. 

Fig. 1 is a cross-section of a layered structure 10 consisting of a substrate 11 made, for example, of 
glass or plastic, a thin sputtered layer 12 of tantalum, and a layer 13 of sputtered aluminum. The layer 12 is 
30 thick enough to ensure that at least 250A remains unconsumed after the anodization step in order to 
guarantee the generation of the desired colour. The thickness of the aluminum layer 13 must be such that, 
following its anodization, it is also appropriate for generating the required colour, and thicknesses up to 
3000A (following anodization) are normally suitable. 

Figs. 2 and 3 show the structure following the porous anodizing step. The aluminum layer 13 of Fig. 1 
35 has been completely converted into a porous anodized aluminum oxide-containing layer 14. The an- 
odization has also consumed some of the tantalum at the upper surface of the tantalum layer 12 to form a 
very thin barrier layer 15 of tantalum oxide. 

As shown in Fig. 4, following the anodization step, a reagent material, described hereinafter as an 
antibody, is applied to the surface of the porous anodized layer 14 to form a coating 17 (which may be only 
40 a single molecule thick). The coating 17 covers both to the outer surfaces 18 of the porous layer and also 

the interior surfaces 19 of pores 20. 

The resulting structure is capable of generating a colour by a light interference and absorption effect as 
shown in Fig. 4. Light reflected from the upper surface 21 of the antibody-coated porous layer 14 (ray A) 
interferes with light reflected from an interface 16 between the aluminum and tantalum oxides (ray B) and 

45 the upper surface of the metal 12 (ray C). This interference is enhanced by light absorption which takes 
place at the tantalum metal/tantalum oxide interface, which has the effect of making the intensities of rays 
A, B and C more equal so that their mutual interference is stronger and the generated colours are more 
intense. This absorption effect is characteristic of the colour-generating metals mentioned above and is the 
reason why these metals are capable of generating such intense colours. 

so Fig. 5 shows the same structure as Fig. 4 but following immersion in a fluid sample containing an 
antigen for the antibody. The antigen becomes tightly attached to the antibody to form an antibody-antigen 
complex. Thus a second coating 22 is formed on the porous layer and this affects the optical properties of 
the structure in two ways. Firstly, because the coating 22 enters the pores 20, it changes the average 
refractive index of the layer 14. Secondly, since the antigen has also bonded to the antibody on the outer 

55 surface 18 of the layer 14, it has effectively increased the physical thickness of this layer. Both these 
changes increase the effective optical thickness of the layer 14, and a noticeable colour change is 
produced. The colour change consequently demonstrates the presence of the antigen in the sample fluid. 
Since the antibodies will bind only with one particular antigen, the test device is very selective as well as 
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show two devices which facilitate * ese J ffectS n DQX 61 naving a viewing window 62 at one end 

The apparatus 60 shown ,n F.g. 6(a) consists of a .oox o u bpx oppQSlte t0 

perm^ngTn observer 63 to look into the box ing , s ong.tud.n^ ^ {f^^ t0 refle ct the maximum 
L window 62 is arranged at an angte • to »h * w in d ow etc.) onto a device 65 according to the 

light from a suitable source (e g. overhead Ught. desk amp^ w d ^ g fe usually ,„ 

invention positioned horizontally with.n the box along the o horizontal. This angle + s 

of 15-50' . The upper wall 67 of the box ,s arranged a an .angte ♦ ^ 66 such ^ Qnly 

chosen in accordance with the size of the w.ndow 62 and *e < mgtho ^ ^ js 

light striking end wall 64 wi.l be reflected f«j the *v«e 65 < ^ ^ ^ ^ ^ ^ ^ 
preferably polarizing and can be rotated- ^jonantajon o ^ ^ drQps Qf , 

intensity differentia, between reacted and ™«**J^ ° off , producing reac ted and unreacted parts of 
solution are placed on the test deuce 65 and are the w 'P* d °^ ? .nd removal of the device 65) may 
the device). Opening 68 (which .s large enough to perrnrt .nse ^ ^ as a {i , ter tQ 

optionally be covered with a transparen cover not ^own) ^ch y ^ ^ ^ ^ ^ provjded 
transmit coloured light into the interior of the box ^ w ^ l ref|ecBve mirr0 r (e.g. silver or aluminum 
with a reflective device 69, which may ^ ^^^Zf^ by staining the mirror substrate glass 
coated), a bottom surface coated m.rror with a chosen V t0 form . di chro.c mirror giving the 
or olastic. or a thin film reflective m.rror, ^J^'J™ SS 9 

selected colours at the particular angle of reflected '9™. ^ device 69 is in this 



may be employed. 
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Blodgett (L-B) film on the detector surfaces. spu ttering tantalum to a thickness of 2000 

Detectors of the type shown m Rgs. 2 or 3 were ormed oy p y ^ ^ 

A onto a glass support, then «^ n *^* P l 0 produce an anodized layer comprising 2400A 
a ,uminum at 20 V in an electrolyte ^"^^^S, when observed in white light were red. 

38 SSMtasaa- — ■ ~ 
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EXAMPLE 2 

' . ^ shifts are observed when the thickness of an 

This example illustrates that multiple colour and ntensity sh.tts are 

, 5 organic layer is increased on the f^^^J^ed One was coated with an L-B film of stearic acid 
Detectors identical to those of Examp e ^^ t „ Tl se Durpte Another detector was coated with five 
( 27A). This resulted in a colour change ^£ The colour changed from red to deep 

££1 ^cS ^0^^™- changed so did both the colour and intens.ty of 

50 colour generated. 
EXAMPLE 3 

S5 This Ex"amp,e i.lustrates the detection of an adsorbed layer of protein (specifically an lgO antibody,. 
" Three dSlm detectors were produced according to the foMow.ng: 
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Oetector 




Parameter 


A 


B 


C 


Al thickness 
Support 

Anodizing conditions 
AI2O3 thickness 
Ta2 0s thickness 
Colour (75* from normal) 
Colour (15* from normal) 


1800A 
2000A 
glass 

20V;0.4M H 3 PO* 

2400A 

340 A 

yellow 

red 


2200A 
2000A 
glass 

4V;0.4M H3PO4 

2860A 

68 A 

tan 

colourless 


1200A 
2000A 
glass 

4V;0.4M H3PO4 

1560A 

68 A 

tan 

colourless 



75 The detectors were each coated with 2-4 ug/cm 2 (nominal surface area) of IgG (rabbit raised 
antiprothrombin). The detectors were viewed at angles of 15 from normal and 75 from normal and the 
following results were observed. 



20 



25 





Detector Colour Changes 


Viewing Angle 


A 


B 


C 


15* from normal 


red — dark purple 


no change 


no change 


75* from normal 


yellow -* blue 


tan — dark purple 


tan — dark purple 



30 



35 



When IgG was added to these types of detectors a colour change was observed. This indicated that the 
protein was adsorbed and it changed the optical thickness of the film. 



EXAMPLE 4 

This Example illustrates the detection of an adsorbed layer of protein (not an antibody). 

Detectors identical to those in Example 3 were formed and each was coated wrth 3-7 ug/cm 2 (nominal 
surface area) of human prothrombin. The detectors were viewed at 15 and 75 from normal and the 
following colour changes were observed. 



40 
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50 



Detector Colour Changes 


Viewing Angle 


A 


B 


C 


15* from normal 


red — dark purple 


no change 


no change 


75* from normal 


yellow -* blue 


tan — light purple 


tan — light purple 



When a protein (not an antibody) is adsorbed to the detector, a colour change occurs. This indicated 
that the adsorbed protein changes the optical thickness of the film. 



EXAMPLE 5 



55 



This Example illustrates how the thin film detectors of the invention can be used to detect antigens in 
solution. This is accomplished by capturing specific antigens on antibodies immobilized on the surface of 
the detector. 

Two detectors were produced, as follows: 
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Detector 
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Parameter 



Al thickness 
Ta thickness 
Support 

Anodizing conditions 
AI2O3 thickness 
TasCh thickness 
Colour (15° from normal) 
Colour (75° from normal) 
Protein Layer 
Colour (15° from normal) 
Colour (75 * normal) 



• !gG antiprothrombin 
- nominal surface area 



2200 A 
2000 A 
glass 

4V;0.4M H3PO4 
2860 A 
68 A 

colourless 
tan 

4.6ug igG'/cm 2 * 

Purple 

Colourless 



B 



1200 A 
2000 A 
glass 

4V; 0.4M H3PO4 
1560 A 
68 A 

colourless 
tan 

2-3ngigG*/cm 2 " 

Purple 

Colourless 



20 



S T froJ J norma, and the foi.owing colour change was observed. 



1 



25 



Detector Colour Changes 
A 




30 
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can be used for detection of immune complexes. 
EXAMPLE 6 

serum albumin- 
Several detectors were produced, as follows: 




45 



50 



Al thickness 
Ta thickness 
Support 

Anodizing conditions 
AI2O3 thickness 
Ta20s thickness 
Colour (75 " from normal) 
Protein 1 
Protein 2 

Colour (15* from normal) 



1200 A 

2000 A 
glass 

4V; 0.4M H3PO* 
1560 A 
68 A 

antiprothrombin (3 ug/cm 2 ) or non-immune IgG (3 u. g/cm 2 ') 
bovine serum albumin (800 u g/mL) 

deep blue — 



55 



nominal surface area 



8 
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was removed and the slide was washed and dried. When viewed at 75* from normal the colour where the 
immune complex formed (i.e. antiprothrombin coated surface) was light blue. The control surface (i.e. non- 
immune IgG) showed no colour change. 

This demonstrated the detection of an immune complex when the protein adsorbed to the surface is an 
antibody and when a second protein (bovine serum albumin) is used to mask the surface. 



EXAMPLE 7 

w This Example illustrates the use of these films for detection of immuno complexes when an antigen is 
adsorbed to the surface. 

Several detectors were produced, as follows: 



15 



20 



Al thickness 


1200 A 


Ta thickness 


2000 A 


Support 


glass 


Anodizing conditions 


4V; 0.4M H 3 PO* 


Al 2 03 thickness 


1560 A 


Ta2 0s thickness 


68 A 


Colour (75* from normal) 


tan 


Protein 


prothrombin (5 ug/cm 2 ) 


Colour 


deep blue 



25 



30 



The detectors were exposed to a solution of anti-prothrombin (100 ug/mL) of nonimmune IgG (100 
ug/mL) for 15 minutes. Excess material was removed and the slides were washed and air dried. When 
viewed at 75* from normal the colour where the immune complex formed (i.e. exposure to antiprothrombin) 
changed to light blue while the control areas (non-immune IgG) did not change colour. This demonstrates 
the use of these slides to monitor antibody levels in a solution through an immune complexation with an 
immobilized antigen. 



35 



40 



45 



50 



EXAMPLE 8 

This Example illustrates how the device can be tuned through modulation of the non-porous/porous 
structure of the thin film device. This allowed the differentiation of adsorbed protein layers through control of 
the interference pattern generated. 

A number of detectors were produced according to the following: 





Detector 


Parameter 


A 


B 


Al thickness 
Ta thickness 
Support 

Anodizing conditions 
AI2O3 thickness 
Ta2 0s thickness 
Colour (15* from normal) 
Colour (75* from normal) 


2000 A 
1500 A 
bright foil 
4V;0.4M H3PO4 
2600 A 
68 A 
tan 
blue 


2000 A 
1500 A 
bright foil 
20;0.4M H3PO4 
2600 A 
340 A 
dark tan 
blue/grey 



55 Solutions containing 500 jxg/mL of either human serum albumin (globular; 68,000 MW), human 
prothrombin (cylindrical (108 x 27A; 68,700 MW), a rabbit IgG (globular; 150,000 MW) were added in 10 u 
L portions to a clean portion of surface on each detector. The colour changes observed for each protein 
were as follows: 
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suitable thickness; colour-qenerating metal; and 

I ^WS22^S= oC-Si - said — forming a coating 

S£^ an°odfc (14) and said coating (17) having such a combined thickness that a colour change 

iS P f ^^t^^^^s^ — " — " 9 3 C0 ' 0Ur ^ ^ 
J!' A 'device' according ^Characterized in that the meta, capa b ,e of generating a co.our is a 
"iTdevice according to Cain, 1 characterized in that said meta. capab.e of generating a co.our is 

tantalum. Claim 4> characterized in that said layer (12) of 

5 A device according to Claim 1 , Claim warn o 
meta. capable of generating a co.our is at : toast 250 A thic . characterized in that said layer 

6 A device according to Claim 1. Claim 2. Claim j. wbh 
(12) of metal capable of generating a colour is ;«»PPJ^ on ^r^ te 11} is ma de of plastic, glass or 

7. A device according to Claim 6 characterized .n that said substrate (H) 

metal. _,. . . „ h -,.„.♦- h^pH in that said porous anodic film (14) has a 

8. A device according to any preceding clam characterized in tnai sa y> 

thickness in the range of 400-3000 A. rha racterized in that said porous anodic film (14) has a 

9 A device according to any preceding clam, characterizes in in 
thickness suitable for the generation of first or second ' °^er c ^ s ^ ^ ^ ^ , & & 

10. A device according to any preceding ^^^^ n J^ iM aluminum alloy. 
,i,m which has been produced by porous ^f^TZZZZ in that said porous anodic film (14) is 

3^ r-ras zszs&zxr* — «* - «« * - -* of said 

cooperating meta,^ ^ ^ ^ ^ d J^™nt is^memb. of^ 

binding pair selected from antibody-antigen, enzyme-substrate, enzyme recep 
protein and avidin-biotin binding pars. sajd nt is an antibody. 

It A See " to S 1 2 in that said reagent is a monoCona, antibody. 
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15. A device according to any preceding claim characterized in that said coating (17) is a single 
molecule thick. 

16. A device according to any preceding claim characterized in that the thickness and porosity of said 
porous anodic film (14) are so chosen in view of the properties of said reagent and said specific organic 

5 material that said colour change is effectively maximized. 

17. A process for producing a thin film diagnostic device capable of detecting the presence of a specific 
organic material in a sample solution, characterized in that said process comprises: 

providing a layer (12) of an anodizable metal capable of generating a colour when covered by a transparent 
layer of suitable thickness; 

10 providing a coating (13) of aluminum or an anodizable aluminum alloy on said metal capable of generating a 
colour to a thickness suitable, following conversion to an oxide of said material, for colour generation; 
porous anodizing said material to consumption to form a porous anodic film (14); and 

coating the resulting porous anodic film (14) with a reagent capable of binding with said specific organic 
material from said sample solution. 
;s 18. A process according to Claim 17 characterized in that said anodization is carried out at a voltage of 

up to 150V. 

19. A process according to Claim 17 characterized in that said anodization is carried out at a voltage of 
from 4V to 20V. 

20. A process according to Claim 17, Claim 18 or Claim 19 characterized in that said anodization is 
20 carried out in an electrolyte containing an acid selected from phosphoric acid, sulfuric acid, oxalic acid and 

mixtures thereof. 

21. A process according to any one of Claims 17 to 20 characterized in that said layer (12) of metal 
capable of generating a colour is provided by sputtering or evaporating said metal onto a suitable support 
(11). 

25 22. A process according to any one of Claims 17 to 21 characterized in that said coating (17) of said 
material is provided on said metal capable of generating a colour by a sputtering or evaporating technique. 

23. A process according to any one of Claims 17 to 22 characterized in that said reagent is coated on 
said porous anodic film by forming a solution of said reagent in a suitable solvent, coating the solution onto 
the porous anodic film, allowing the coated solution to stand and then removing the coated solution from the 

30 porous anodic film. 

24. A process according to any one of Claims 17 to 23 characterized in that said anodjzable metal 
capable of generating a colour is Ta. Nb, Ti, Zr. Hf, V, W.'Mo or an alloy thereof. 

25. A process according to any one of Claims 17 to 24 characterized in that said reagent is one 
member of a binding pair selected from antibody-antigen, enzyme-substrate, enzyme-receptor, toxin- 

35 receptor, protein-protein and avidin-biotin binding pairs. 

26. A process according to any one of Claims 17 to 25 characterized in that said aluminum or 
anodizable aluminum alloy is coated to such a thickness, and wherein the porous anodization of said 
material is carried out in such conditions that, in view of the properties of said reagent and said specific 
organic material, the colour change obtained when said specific organic material binds to the resulting 

40 device is effectively maximized. 

27. Apparatus for viewing a thin film diagnostic device, characterized in that said device comprises a 
hollow elongated body (61) having a viewing window (62) at one longitudinal end, a light deflecting surface 
(69) at an opposite longitudinal end, an opening (68) to permit the entry of light and a support (66) within 
said body capable of supporting said thin film diagnostic device, said light deflecting surface (69) being 

45 positioned and orientated to deflect light entering said opening (68) onto said device, and said window (62) 
being positioned to view said light reflected from said device. 

28. Apparatus according to Claim 27 characterized in that said light deflecting surface (69) is positioned 
to deflect light onto said device at an angle of less than 90 . 

29. Apparatus according to Claim 27 or Claim 28 characterized in that said window (62) is provided with 

so a light polarizer. 

30. Apparatus according to Claim 27, Claim 28 or Claim 29 characterized in that said opening (68) is 
provided with a removable cover made of a coloured light-transmitting material. 

31. Apparatus according to any one of Claims 27 to 30 characterized in that said light reflecting surface 
(69) is orientated at an angle of 10-75* from the horizontal. 

55 32. Apparatus according to any one of Claims 27 to 31 characterized in that said light deflecting surface 
(69) is formed by a light reflector or a light diffuser. 
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© Thin film diagnostic device. 

© A thin film diagnostic device capable of detect- 
ing the presence of a specific organic material in a 
sample solution. The device comprises a layer of an 
anodizable colour-generating metal (12) (e.g. tan- 
talum), a porous anodic film (14) containing alu- 
minum oxide overlying the colour generating metal 
(12), and a reagent capable of binding with the 
specific organic material forming a coating (17) on 
the anodic film. The porous anodic film (14) and the 
coating (17) have a combined thickness such that a 
colour change is produced when the specific organic 
material binds to the reagent to form a second 
coating (22). The device can be used to test for 
biological or synthetic products in samples taken 
from patients or other sources. 
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